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[Abstract:] Transmits Assayers Report upon special Assay Coins for each week in Dec. 1884. 
[Table One:] 

1 

Treasury Department, 

Bureau of the Mint, 

Washington, D.C., 

February 5, 1885 


Assayer’s Report of Test Coins, issued at the Mint of the U.S. at Philadelphia in Dec., 1884. 





Denomination. | No. of Weight. Weight. Fineness. Fineness. 
Delivery. Grains. Dec. Gold. Silver. 





Deuble Eagle | 16 257 92 900.- 4 





Eagle 16 258 LF 900.- 4 
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Three Dollars 





Quarter Eagle 





One Dollar 





Standard 
Dollar 





Half Dollar 





Quarter Dollar 
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W.P. Lawver 
Assayer. 
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[Table Two:] 


2 


Treasury Department, 
Bureau of the Mint, 
Washington, D.C., 
February 5, 1885 


Assayer’s Report of Test Coins, issued at the Mint of the U.S. at Philadelphia in Dec., 1884. 



























































Denomination. | No. of Weight. Weight. Fineness. Fineness. 
Delivery. Grains. Dec. Gold. Silver. 

S.S. Dollars 223 411 80 0 900.3 
226 413 3 0 899.8 
230 411 A8 tr 899.5 
232 412 AS i 899.9 
2po. 412 12 i 899.7 
237 412 68 = 900.1 
241 413 13 0 900.3 
244 413 02 tr 899.7 
245 413 AS 0 899.5 
247 413 22 tr 899.8 

W.P. Lawver 


Assayer. 


NARA RG104, Entry 1, Box 133 


[Table Three: ] 

3 

Treasury Department, 
Bureau of the Mint, 
Washington, D.C., 
February 5, 1885 


Assayer’s Report of Test Coins, issued at the Mint of the U.S. at Philadelphia in Dec., 1884. 



























































Denomination. | No. of Weight. Weight. Fineness. Fineness. 
Delivery. Grains. Dec. Gold. Silver. 
Dimes Delivery 38 .60 Trace 899 - 
#227 
38 61 Trace 899 - 
38 716 Trace 899 - 
38 88 Trace 899 - 
38 A6 Trace 899 - 
38 AO Trace 899 - 
38 03 Trace 899 - 
38 39 Trace 899 - 
38 716 Trace 899 - 
38 68 Trace 899 - 
W.P. Lawver 


Assayer. 


